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lathe the material of eight concentric layers (four from the muff and four from

the core), the material of each layer being collected separately and analyzed.

The results of the carbon determinations on the eight layers of each of

the three cylinders are represented schematically in Fig. 13 and reproduced
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in three diagrams (Fig. 14), in which the abscissas represent the distances
of each of the layers analyzed from the axis of the metallic cylinder' and the
ordinates are proportional to the corresponding concentrations of carbon
resulting from the analysis of this layer.